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The NASA Glenn Research Center (GRC) has been developing the high efficiency and 
high-power density superconducting (SC) electric machines in full support of electrified 
aircraft propulsion (EAP) systems for a future electric aircraft. A SC coil test rig has been 
designed and built to perform static and AC measurements on BSCCO, (RE)BCO, and 
YBCO high temperature superconducting (HTS) wire and coils at liquid nitrogen (LN2) 
temperature. In this paper, DC measurements on five SC coil configurations of various 
geometry in zero external magnetic field are measured to develop good measurement 
technique and to determine the critical current (J-) and the sharpness (7 value) of the super- 
to-normal transition. Also, standard procedures for coil design, fabrication, coil mounting, 
micro-volt measurement, cryogenic testing, current control, and data acquisition technique 
were established. Experimentally measured critical currents are compared with theoretical 
predicted values based on an electric-field criterion (E-). Data here are essential to quantify 
the SC electric machine operation limits where the SC begins to exhibit non-zero resistance. 
All test data will be utilized to assess the feasibility of using HTS coils for the fully 
superconducting AC electric machine development for an aircraft electric propulsion 
system. 


I. Introduction 


he NASA Glenn Research Center (GRC), in collaboration with the aerospace industry and academia, has been 

developing technologies to make large reductions in aircraft energy use, emissions, and noise by 2040. One 
concept is a future electric aircraft employing a Turbo-electric Distributed Propulsion (TeDP) system in full support 
of Electrified Aircraft Propulsion (EAP) system. Highly distributed propulsion offers great aerodynamic design 
potential, yet each individual electric machine adds to the overall system inefficiency. A fully superconducting 
machine has been developing at GRC (see Fig. 1), and it offers potential for specific powers up to 40 W/g and 99% 
efficiency, if alternating current (AC) losses can be minimized. The ultimate goal of the SC AC electric machines is 
to demonstrate that intermediate temperature superconducting coils can be designed and fabricated for use near 20 K 
in AC electromagnetic circuits with electrical losses sufficiently low in order to prevent localized quenching that 
causes the sudden loss of superconductivity when the its temperature rises above the superconductivity threshold. 
Thus, both SC wire fabrication and fundamental knowledge have been invested, and in-house expertise and NASA 
contracts for coil prototype fabrication have been utilized. Further, previous successful design concepts for 
cryogenic coil testing will be leveraged. 


For the SC electric machine operating point of view, it is essential to quantify its operation limits where the SC 
behaves as a normal conductor and thus begins to exhibit non-zero resistance. Thus, this paper presents design, 
fabrication, and test results for the recently conducted high temperature superconducting (HTS) Bismuth Strontium 
Calcium Copper Oxide (BSCCO), Rare Earth Barium Copper Oxide (REBCO), and Yttrium Barium Copper Oxide 
(YBCO) coil tests in liquid nitrogen (LN2). The purpose of these tests is to obtain knowledge on how to fabricate 
and test several different sized HTS coil prototypes and to obtain performance data at cryogenic temperatures as it 
relates to technology development for air breathing EAP system, such as fixed wing and vertical lift aircrafts. Five 
HTS coils of varying wire bending diameter, thickness and length were submerged in LN> to obtain electrical 
performance characteristics at 77 K. Voltage, induced magnetic field, resistance, and coil temperature were 
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measured as a function of current. Controlled N-point current ramps were conducted across the range of 0 < I < 120 
A at DC level in zero external magnetic field, and the experimental data were collected for both ramping up and 
down current. Superconducting operation limits were also quantified by determining the critical current at which the 
superconductor coil began to exhibit non-zero resistance. Established knowledges at 77 K here such as lessons 
learned, data analysis skills, standard procedures for coil design, fabrication, and measurement technique will be 
used to assess the feasibility of using HTS wire materials in future cryogenically-cooled fully superconducting EAP 
systems. Also, it would be a guide for the low temperature (20 K) superconducting coil (MgB2) test bed, which is 
under development at GRC. 


II. GRC Superconducting Motor and HTS Coil Test Setup 


Figure 1. High efficiency and high-power density superconducting motor and its schematic drawing. 


Figure | illustrates the GRC’s fully superconducting motor and its schematic drawing that has been developed for 
achieving high efficiency (99%) and high-power density (up to 40 W/g) in full support of NASA mission-critical 
EAP system for a future electric aircraft. The rotor has four poles and the options of using no coils for the reluctance 
motor operation, or of using either “racetrack” copper or HTS coils for the synchronous wound rotor operation. The 
stator has thirty-six teeth and the configuration of option to use either the copper coils or HTS coils as well as the 
ironless motor operation. For the stator coil and ironless motor coil, due to the minimum bending diameter limitation 
only REBCO coils were fabricated and tested. Thus, a variety of rotor options and stator configurations can be 
obtained and summarized in Table 1. 


Table 1: Five operation modes for the superconducting motor. 


Rotor Options Stator Configurations 
1** Mode No Coil Copper Coils 
2™4 Mode Copper Coils Copper Coils 
3" Mode HTS Coils Copper Coils 
4'" Mode HTS Coils HTS Coils 
5't Mode REBCO Coils No Iron 


A standard superconductor resistance measurement test setup with the combination of Keithley 181 
nanovoltmeter and HP 6031A power supply/amplifier instrument is used for measuring the applied current, induced 
voltage, and resistance. The HP 6031A sourcemeter instrument can source DC currents up to 120 A, which is high 
enough that a significant change in resistance can be detected at liquid nitrogen temperature (77 K) in the presence 
of self-field. 


For the sake of simplicity, manual data recording was used first. In this method, the current is increased in steps, 
and the voltage and current readings were manually recorded after a settling time delay of up to 10 secs. A computer 
controlled data acquisition system was also developed to record automatically the applied current and induced 
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voltage readings as well as the thermal couple signals attached to the HTS coil. The current power supply is 
remotely controlled with the dSPACE-based control/acquisition system, and the current is increased in steps. A 
sample time of 0.1 sec is used and the computer averages 30 readings, which are taken over a period of 3 secs, 
before recording the data after each current increment. It is also capable of calculating the theoretical HTS resistance 
value to compare with the measured resistance value in real time. 


II. Superconductor Critical Current Measurements and Data Analysis 


The goal of this section is to determine the critical current, J, from voltage vs. current (V-J) curves. Currently, 
there are several methods of theoretically defining the critical current such as electric-field criterion, resistivity 
criterion, and offset criterion!*. Each method has its own advantages and disadvantages. However, the electric-field 
criterion (E,) is selected here for the data analysis because it is the most used, it is well understood, and it facilitates 
intercomparing of data!. The critical current data analysis based on the electric-field criterion (E-) was compared to 
theoretical prediction. 


A. BSCCO Rotor Coil 


Compact BSCCO “race-track” prototype of 
HTS rotor coil-pack (two interconnected coils) 
has been developed to be installed in the 
superconducting motor rig and prepared for 
operation in LN2 as shown in Figure 2. A 
unique method of fabricating and 
interconnecting epoxy-bonded coils also has 
been developed under the in-house research. 
The BSCCO tape manufactured by American 
Superconductor is a multifilament composite 
material with superconductor filaments 
imbedded in silver and then laminated in thin 
stainless steel. It has 0.22 mm in thickness and 
4.95 mm in width. As illustrated in Figure 2, 
two identical coils are inner-connected by 


(b) several superconducting junction patches. Each 


coil has 35 turns and 10.1 m in length with the 
Figure 2. BSCCO rotor coil sitting on (a) the rotor pole and gjectric-field criterion (E.) of 1 wV/em at 77 K 


(b) G10 test fixture. in its  self-field. Detailed electrical 


characteristic data are summarized in Table 2. 


Table 2: Dimension and technical data for the BSCCO rotor coil. 


Manufacturer _| Wire type | Turns/coil O.D. LD. Length/coil | Measured B/A | L and R @ 400 Hz 


AMSC BSCCO 35 137.2mm | 101.6mm | 10.1m 10.0 Gauss 152.2 pH, 397 mQ 


Figure 3 shows the V-/ curves of the top rotor coil for a typical cycle for current ramping up and ramping down, 
and also shows the corresponding power fitting curve for obtaining the n value. At low transport current up to 52 A, 
the superconductor has effectively zero resistance, but in the vicinity of critical current /., the voltage rapidly rises as 
the superconductor reverts to the normal resistive state. The power fitting curve of y = A + Bx" was obtained where 
A=0.01, B = 1.31E-28, and n = 16.47. Two more cycles were performed and the repeatability between cycles was 
within a negligible percentage. Data were taken during current ramp down to ensure that there was negligible 
hysteresis. 


Analytical estimation method of defining the critical current is considered first, and its result is compared to the 
critical-current data based on the electric-field criterion (E,). 
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Figure 4.a shows the low-field range at 77 K for the 
field perpendicular to the tape plane*. Both multi- V-! Curve of Rotor Coil #9 
filamentary composites (MFC)-BSCCO and_ coated 
conductor composites (CCC)-YBCO show a rapid drop- 
off in critical current with increasing field, though CCC is 
less steep and the tail persists to much higher fields. Note 
that as in MFC-BSCCO tapes®, the CCC is expected to 
show self-field effects in this temperature and field range, 
which will cause these curves to shift depending on the 
total current level. By using a handheld gauss meter with 
probe, the maximum magnetic field on the rotor coil 
surface was measured as 1.0 mT/A in self-field, which 
means that at 143 A, provided by manufacturer’s data 30 50 
sheet, the field would be 0.143 T. Then an operating line Current, A 
(the red dashed line) can be drawn from (0, 0) to (0.143, 
1.0). Here, notice that the graph is normalized so that 1.0 
means 100 A. The intersecting point of the red dashed 
line with the dotted BSCCO critical current point set 
gives the expected limit of superconductivity as (0.075, 0.5). Therefore, the theoretical analysis value of I, is 
approximated by 143 Ax 0.5 = 72 A. 


—*— Ramp up 


Power fitting 


Figure 3. Plots of voltage vs. current for the BSCCO 
rotor coil and corresponding power fitting curve. 
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Figure 4. Critical current analyses using (a) analytical estimation and (b) electric-field criterion. 


Now, the critical current analysis based on the electric-field criterion is considered. This criterion facilitates inter- 
laboratory comparisons of data and makes the data useful for engineering design purposes! * ©. The voltage 
generated depends on the length of superconductor between two voltage taps, so the critical level, E., is usually 
expressed as an electric field along the conductor. For the HTS coils, it is defined as E. = 1 uV/cm. Since the total 
coil length between the two voltage taps is 10.1 m, the critical voltage level of 1010 uV is chosen. As shown in 
Figure 4.b, the critical current of 74.5 A is defined as the current at which the V-/ curve intersects with the criterion 
line (black dashed line). This experimental value of =74.5 A is relatively close to the theoretical estimation of =72 A. 


B. YBCO Rotor Coil 

Compact YBCO “race-track” prototype of the rotor coil pack (two interconnected coils) has been also developed 
to be installed into the superconducting motor rig and prepared for LN2 operation. However, fabricating and 
interconnecting epoxy-bonded coils of YBCO HTS needed to be adapted from the previously developed method for 
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the BSCCO material. Because of the different material 
characteristics and configuration, the mechanical 
properties of the YBCO tapes are different from those of 
the BSCCO tape, and required new procedures and 
fixturing for coil winding and interconnecting. The 
YBCO tape is manufactured by American 
Superconductor, and has multilayer laminations with up 
to 9 thin bonded layers. It has 0.22 mm in thickness and 
4.95 mm in width. As illustrated in Figure 5, two 
identical coils are inner-connected by several YBCO 
Figure 5. YBCO rotor coil. junction patches. Each coil has 35 turns and 10.1 m in 

length with the electric-field criterion (E.) of 1 uV/cm 
at 77 K in its self-field. Detailed electrical characteristic data are summarized in Table 3. 


Figure 6 shows the V-/ curves of the top coil, bottom coil, junction patches, and whole coils for a typical ramp up 
and down. The V-/ curve of the whole coils (top red curve) includes the resistance line (slope of 4.6 uQ) of SC 
junction patches (brown line), top coil’s curve (beige color), and bottom coil’s curve (green color). Unlike the 
BSCCO case, however, all V-7 curves have characteristics with sloped baselines. These sloped baselines usually 
arise in short-coil testing of superconductors with a resistive matrix where the separation between the current contact 
and voltage tap is small'. The best all-around technique to accomplish this is the back-extrapolation method!, which 
requires acquiring V-J data to high voltages. However, in the current case, high-voltage data were obtained already, 
so the simple baseline method, where the sloped baselines (resistances) are subtracted from the V-/ curves in order to 
extract the intrinsic V-/ characteristics, is utilized here. With such alterations of the V-/ curves, the corrected V-/ 
curves were obtained as illustrated in Figure 7.b. Note that the bottom coil’s V-/ curve has not been changed because 
its original V-J curve is good. 


Table 3: Dimension and technical data for the double-layer YBCO rotor coil. 


Manufacturer | Wiretype | Turns/coil O.D. I.D. Length/coil | Measured B/A | L and R @ 400 Hz 


AMSC YBCO 35 137.2mm | 101.6mm | 10.1m 20.1 Gauss 619.4 uH, 1.05 O 


Similar to the previous analysis, the 


New V-I Curve of Rotor Coil #7 nov s,2016 maximum magnetic field on the YBCO rotor 
coil surface was measured as 2.0 mT/A in 


—*- Top Cail Ramp up fr PC self-field, which means that at 132 A, 
Resse piaesransD ieee ¢ provided by manufacturer’s data sheet, the 
<5 eieis tis pane atin field would be 0.264 T. As shown in Figure 
—e Bottom Col Rampup [nd 7.a, the operating line (the red dashed line) 
—*- Bottom Col Ramp down ; can be drawn from (0, 0) to (0.264, 1.0). 
armies Here, note that the graph is normalized so 


—*— Whole Coil Ramp up 


ee ee ee eee that 1.0 means 100 A. The intersecting point 
of the red dashed line with the dotted YBCO 


critical current point set gives the expected 
limit of superconductivity as (0.125, 0.52). 
Therefore, the theoretical analysis value of J, 
is approximated by 132 A x 0.52 = 68.6 A. 


Like the previous analysis done in the 
BSCCO coil, the electric-field criterion is 
defined as E. = 1 V/cm, and since the total 
coil length between the two voltage taps is 
10.1 m, the critical voltage level of 1010 nV 


Figure 6. Plots of voltage vs. current for the YBCO rotor coil, 
showing the V-/ curves affected by current-transfer voltage at 
low-current levels. 
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is chosen. As shown in Figure 7.b, the critical currents of 68 A, 70.5 A, and 67 A are obtained as the I._bot, I;_top, 
and I,_whole, respectively, where J._bot denotes the critical current for bottom coil; /._top for top coil; and [._whole 
for whole coils. These experimental values of 67 A — 70.5 A agree well with the theoretical estimation of = 68.6 A. 


(a) Analytical Estimation (2) Electric-field Criterion 


CCC YBCO Corrected V-/ Curve of Rotor Coil #7 nov 3, 2016 
OMFC BSCCO 2223 


--| —&— Corrected Top Coil 


--| —®— Bottom Coil 


...| —@— Corrected Whole Coil 
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Current, A 


Figure 7. Critical current analyses of the double-layer YBCO rotor coil using (a) analytical 
estimation and (b) electric-field criterion. 


C. REBCO Rotor Coil 

In this section, the third candidate of compact “race-track” 
prototype of the REBCO rotor coil-pack (two interconnected 
coils) was tested. Fabricating and interconnecting epoxy- 
bonded coils of REBCO is the same as those of YBCO coil. 
The REBCO tape is manufactured by SuperPower and has 
0.1 mm in thickness and 4.0 mm in width. As illustrated in 
Figure 8, two identical coils are inner-connected by several 
superconductor junction patches. Each coil has 35 turns and 
10.1 m in length with the electric-field criterion (E.) of 1 
uV/em at 77 K_ in its self-field. Detailed electrical 
characteristic data are summarized in Table 4. 


Figure 8. REBCO rotor coil. 


Table 4: Dimension and technical data for the REBCO rotor coil. 


Manufacturer | Wiretype | Turns/coil O.D. LD. Length/coil | Measured B/A_ | L and R @ 400 Hz 


Superpower REBCO 35 130.0mm | 101.6mm | 10.1m 20.18 Gauss 716.4 wH, 2.39 O 


Figure 9 shows the V-J curves of the top and bottom coils. However, the V-J curve for the top coil has the 
characteristics with a gentle curve, indicating a typical phenomenon for damaged coil. This gentle curve! can be 
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expressed as A*/" and must be subtracted from the original V-/ curves in order to extract the intrinsic V-J 
characteristics. With such alteration, the corrected V-/ curve for the top coil is obtained. 


The maximum magnetic field on the REBCO rotor coil surface is measured as 2.02 mT/A in self-field, which 
means that at 133 A, provided by manufacturer’s data sheet, the field would be 0.264 T. Similar to the previous 
analysis, the theoretical analysis value of J. is approximated by = 56.8 A, and the critical currents of 56 A and 57 A 
are obtained as the /,_bot and I._top, respectively. The theoretical estimation of = 56.8 A falls into the experimental 
value range of 56 A—57 A. 
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Figure 10. Critical current analyses of the double-layer YBCO rotor coil using (1) analytical 
estimation and (2) electric-field criterion. 


Compared to the critical current of the YBCO coil, the performance degradation of the REBCO coil occurred. So, 
it is obvious that the REBCO coil has been damaged through the fabrication process and/or during the repeated 
cryogenic tests. Notice that YBCO and REBCO superconducting materials are multi-layer tapes that tend to 
delaminate the layers under some conditions such as repeated cyclic stresses, impact, and so on. This delamination 
can cause layers to separate, causing significant loss of coil performance. Hence, it is assumed that the coil might 
have been severely damaged due to the delamination and excessive soldering temperature. Thus, engineering 
judgement and skill and appropriate coil-winding fixture design are essential for successful coil fabrication and 
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interconnection with soldered connections. Detailed remedies to minimize the HTS coil delamination will be 
discussed at the next publication. 


D. Quad-Stator REBCO Coil 


For the HTS stator coil winding, BSCCO and YBCO from 
American Superconductor cannot be used due to the minimum 
bending radius limit. Thus, only SuperPower REBCO tape was 
used to develop the prototype of four-coil packs that fit into the 
stator of existing superconducting motor test-bed as shown in 
Figure 1l.a. There is a box-like structure of adaptor piece 
between the stator laminations and the coils. As illustrated in 
Figure 11.b, the first two coils are inner-connected by SC joint 
patches that have the resistance value of 0.1 mQ. The second 
coil and the third coil are connected by a Cu block, and the 
third coil and the fourth coil are inner-connected by another SC 
joint patch that has also the resistance value of 0.1 mQ. The 
coil dimension and technical data for the quad-stator coil are 
summarized in Table 5. 


Figure 11. (a) Quad-stator coil and (b) 
schematic drawing of SC joint. 


Consider the critical current analysis for the top coil only to 
assure the accurate setup of the apparatus. Since the total coil length between the two voltage taps is 1.2 m, the 
critical voltage level of 120 uV is chosen. Figure 12 shows the critical current is ~ 77 A, and the sharpness of 
superconducting-to-normal transition is n = 36.2. 


Table 5: Dimension and technical data for the quad stator REBCO coil. 


Manufacturer _| Wire type | Turns/coil O.D. LD. Length/coil_| Measured B/A_| L and R @ 400 Hz 


Superpower REBCO 7 40.8 mm 34.5 mm 129.54 cm 5.8 Gauss 35.48 WH, 0.556 O 
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Figure 12. V-J curve of the top coil only. Current, A 


Figure 13 shows all four V-J curves of the four-coil 
packs. The bottom curve (red line with purple marker) —_ Figure 13. V-I curves of quad-stator coil. 
shows the top coil (Coil 1) only, and the green curve 
with red marker shows the V-J curve of the Coils 1 and 2. This curve includes the first SC joint resistance of ~ 0.1 
mQ and the characteristics of Coils 1 and 2. The red line with red marker shows the V-/ curve of Coil 1, 1“ SC joint, 
Coil 2, Cu block, Coil 3, and 2"! SC joint. Finally, the blue line shows the V-I curve of the whole coils between the 
voltage tap into the top coil and the voltage tap out of the bottom coil. Similar analysis done in the section IN-B was 
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conducted to subtract the resistance values to obtain the critical currents for each coil. J._] = 43 A, [._2 = 27.5 A, 
I._3 = 25.5 A, and I,_4 = 25.0 were achieved. 


Compared with the critical current value (/,-_/ = 77 A) of the top coil in Figure 12, the value of [._/ = 43 A here, 
which had been measured again eight days later after some tests, is much lower. To investigate the cause of this coil 
performance degradation, a microscopy was utilized to examine the damaged coil surfaces. The microscopic images 
revealed that the coils were severely damaged due to the delamination. Thus, it is assumed that since the 
delamination process had been going on during the test, the performances for Coils 2, 3 and 4 have been reduced 
drastically since the Coil 1 measurement. 


E. REBCO Ironless Motor Coil 


For the rotor coil winding for the ironless motor, BSCCO and YBCO from American Superconductor cannot be 
used due to the minimum bending radius limit. Thus, only SuperPower REBCO tape was used to develop the 
prototype of skinny and long “race-track coil-pack (two interconnected coils in Fig. 14) for the superconducting 
motor test-bed. The coil dimension and technical data for the REBCO ironless rotor coil are summarized in Table 6. 


V-] Curve of Coil #5 July 29, 2016 


=m Old Junction 
—+— Old top coil 
--#-- Old bottom coil 


—o— Old entire coil 


Figure 14. Rotor coil for the ironless motor. 


The maximum magnetic field on the REBCO ironless 
motor coil surface was measured as 1.285 mT/A, which 
means that at 133 A, provided by manufacturer’s data 
sheet, the field would be 0.170 T. Like the previous 
analysis, the theoretical analysis value of J. is 


25 30 
approximated by = 78 A. For the electric-field criterion Current, A 


analysis in Figure 15, the critical current for the top coil 

(purple curve) can be obtained as J. = 54 A, which is Figure 15. V-J curves of REBCO ironless motor coil. 
much smaller than that of the theoretical estimation. 

Further, the V-7 curves for the bottom coil and whole coil are getting worse. The microscopic investigation revealed 
that the REBCO coils got severely damaged. Very much like the previous REBCO quad-coil case, it is assumed that 
since the delamination process had been going on during the test, the performances for the bottom coil and whole 
coils are getting worse than that of the top coil, which was measured first. 


Table 6: Dimension and technical data for the REBCO rotor coil for the ironless motor. 


Manufacturer | Wiretype | Turns/coil O.D. I.D. Length/coil | Measured B/A | L and R @ 400 Hz 


SuperPower REBCO 22 40.8 mm 34.5 mm 4.09 m 12.85 Gauss 251.9 wH, 1.58 Q 


IV. Summary 


In this paper, we have presented 1) DC critical current (/,) measurements on three compact “race-track” 
prototypes of HTS rotor coil-packs, one stator coil-pack, and one ironless motor coil-pack at liquid nitrogen 
temperature (77 K) in self-field, 2) sharpness (n value) of the super-to-normal transition, and 3) standard 
procedures for coil design, fabrication, micro-volt measurement, and cryogenic testing, current control, and data 
acquisition technique. Measured critical current data based on the electric-field criterion (E.) was compared to the 
theoretical prediction, and they agreed well within a reasonable margin. However, some REBCO coils have been 
severely damaged due to the delamination during the repeated tests and excessive soldering temperature during 
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the fabrication process, causing drastic performance degradation. Thus, new coil winding technique, cryogenic 
coating, and engineering judgement must be taken into account for future test. 


Established knowledges at 77 K here such as lessons learned, data analysis skills, standard procedures for coil 
design, fabrication, and measurement technique will be used to assess the feasibility of using HTS wire materials 
in future cryogenically-cooled fully superconducting air breathing EAP systems. Also, it would be a guide for the 
low temperature (20 K) superconducting coil (MgB2) test bed, which is under development at GRC. 
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